GLASS SANDS OF KENTUCKY

ELKHORN CITY.

According to Charles Butts, geologist of the Kentucky Geological
Survey and the U. S. Geological Survey, "beds of white sandstone
well suited for the manufacture of glass occur in a narrow belt
stretching along the Pine Mountain fault in a southwesterly direc-
tion from Elkhoin City towards Jenkins. For lack of time in the
field, this area was not visited by the author of this report.

SOUTH PORTSMOUTH  DISTRICT.

GREENUP COUNTY.

River sands and gravel occur in the !bed of the Ohio River be-
tween South Portsmouth and Greenup. They are typically angular
or sharp "building sands.

RACCOON FURNACE.

At Raccoon Furnace there is an -extensive outcrop of a fine
grained friable sandstone of a light-buff -color. This stone is com-
posed of rounded grains of sand, a few scales of mica, a little iron
oxide stain, and little or no cementing material. The silica is
97.30 per cent, and the iron oxide and alumina content combined
is only 0.53 per cent As this sandstone' is nearly pure quartz, and
contains so small an iron .content, it is well adapted to the manu-
facture of glass. enormous tonnage of sand in the Big Sandy Valley.be removed by washing and screening. Just above Beaver
